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(m) Radiation-sensitive resin composition. 

(57) A radiation sensitive resin composition whicli comprises (A) a copolymer represented by the following 
general formula and (B) a radiation sensitive add generator and, if necessary, (C) an alkali-soluble 
resin : 

CHq h 

I ^ I 

(a30-C(CH3)3 



00 



wherein R represents a hydrogen atom or a methyl group and m and n are integers representing the 
numbers of the respective recurring units and satisfying the relations 0.1 ^ m/(m -f- n) < 0.8 and 0.4 < 
n/(m + n) ^ 0.9. Said radiation sensitive resin composition is excellent in resolution and pattem profile 
and also excellent in sensitivity and developability and is useful as a chemically amplified resist good in 
contrast and h at resistance. 
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BACKGROUND OF THE INVENTION 

This Invention relates to a radiation sensitive resin composition. More particularly, it relates to a radiation 
sensitive resin composition which is useful as a resist particularly suitable for fine processing using a radiation 
such as ultraviolet rays (e.g. UV), deep ultraviolet rays (e.g. deep UV), X rays or charged particle beams. 

In the field of fine processing, a representative of which is the production of an integrated circuit device, 
the fining of the processing size in lithography is now proceeding quickly in order to obtain a higher integration 
degree of Integrated circuit, and development of a lithographic processing which enables fine processing to 
be conducted stably with such a high precision that line widths of halfmlcron or less are now pushed ahead. 
However, in a conventional method in which visible light (wavelength: 700-400 nm) or near ultraviolet light (wa- 
velength: 400-300 nm) is used, it is difficult to form such a fine pattern with a high precision, and hence, there 
has been proposed a lithographic process which can achieve a wider depth of focus and uses a shorter radiation 
wavelength (wavelength: 300 nm or less) which is effective to the fining of design rule. 

As a lithographic process using such short wavelength radiation, there has been proposed a process using 
deep UV such as KrF exclmer laser (wavelength: 248 nm), ArF excimer laser (wavelength: 193 nm) or the like; 
X rays such as synchrotron radiation or the like; or charged particle beams such as electron beams or the like. 
As a high resolution resist corresponding to such a short wavelength radiation, a chemically amplified resist 
has been proposed by INTERNATIONAL BUSINESS MACHINES CORPORATION (IBM), and improvement 
and development of this chemically amplified resist are now being energetically developed. 

In the case of such a chemically amplified resist, such a phenomenon that the radiation sensitive acid gen- 
erator contained therein generates an acid upon irradiation with a radiation (the Inradiation is referred to here- 
inafter as the exposure), and the catalytic action of this acid causes a chemical reaction in a resist coating 
film (for example, change of polarity, cleavage of chemical bond, crosslinking reaction or the like), whereby 
the solubility of the exposed portion in a developer is changed, is utilized to form a pattern. 

As those chemically amplified resists which show relatively good resist performance, there are known, 
for example, those containing, as a resin component, an alkali-soluble resin having an alkali affinity group pro- 
tected with a tert-butyl ester group or a tert-butoxycarbonyl group (for example, Japanese Patent Application 
Kokoku No. 2-27,660); an alkali- soluble resin having an alkali affinity group protected with a silyl group (for 
example, Japanese Patent Application Kokoku No. 3-44,290); a resin containing a (meth)acrylic acid compo- 
nent {for example, Japanese Patent Application Kokoku No. 4-39,665), a mixture of such a resin with a phenolic 
novolak resin (for, example, Japanese Patent Application Kokai No. 63-250,642) and the like. However, it has 
been pointed out that these chemically amplified resists have respective inherent problems and various diffi- 
culties accompany putting the resists to practical use. 

That is to say. In the system in which a resin having a tert-butyl ester group or a tert-butoxycarbonyl group 
is used, the chemical reaction based on the catalytic action of the acid generated upon the exposure is ac- 
companied by the liberation of a gas component such as an isobutene gas or a carbon dioxide gas, so that 
volume shrinkage is caused in the exposed portion, and consequently, the pattern profile tends to be distorted 
and hence the formation of a high precision resist pattern is difficult. In the case of a resist in which a resin 
having a silyl group is used, the pattern profile is generally good; however, there is such a disadvantage that 
it is inferior in peelability from a substrate to a resist using a silyl group-free resist. In addition, where a (co- 
) poly (meth)acry lie acid as a resin is used, there is such a problem the adhesiveness between the resist and 
the substrate of silicon and the like is Insufficient and the dry etching resistance Is lower than that of a resist 
using an aromatic resin (for example, a phenol novolak resin or the like) as a constituent resin of resist 

In order to solve the above-mentioned problems in the chemically amplified resists, resins having both 
(meth)acrylic acid ester unit and phenol skeleton have recently been proposed and attention Is directed thereto 
(see, for example, Japanese Patent Application Kokai Nos. 4-251.259; 5-181.279 and 5-113,667). However, 
in the case of these resists, the dry etching resistance is improved; however, a good rectangular pattern Is 
difficult to obtain and there is a problem In respect of pattern profile. Moreover, said resists are Insufficient In 
resolution, developability and the like and a further improvement of said resists is desired from the viewpoint 
of collective characteristics of chemically amplified resists. 

SUMMARY OF THE INVENTION 

This invention has been made as a result of extensive research on a resin component which is one of the 
constituents of a chemically amplified resin under such circumstances. 

It is an object of this invention to provide a novel radiation sensitive resin composition which reacts effec- 
tively with various radiations such as ultraviolet rays, deep UV, X rays and charged particle beams. 

It is another object of this invention to provide a radiation sensitive resin composition which does not cause 
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volume shrinkage, peeling failure from the substrate and adherence failure to the substrate. 

It is still another object of this invention is to provide a radiation sensitive resin composition useful as a 
chemically amplified resist which is excell nt in r solution and pattern profile, also excellent in sensitivity and 
developability, and which has good contrast, heat resistance and the like. 

Other objects and advantages of this invention will become apparent from the following description. 

According to this invention, there is provided, firstly, a radiation sensitive resin composition (referred to 
hereinafter as the composition A) which comprises (A) a copolymer represented by the following general for- 
mula (1) and (B) a radiation sensitive acid generator (referred to hereinafter as merely the acid generator): 



CH3 R 
-^C— CH2V-eC— CH2-)j- 
(g) C00-C(CH3)3 
^OH 



wherein R represents a hydrogen atom or a methyl group, m and n are integers representing the numbers of 
20 the respective repeating units and satisfying the relations 0.1 ^ m/(m + n) < 0.6 and 0.4 < n/(m + n) ^ 0.9. 

According to this Invention, there is secondly provided a radiation sensitive resin composition (referred to 
hereinafter as the composition B) which comprises (A) the above-mentioned copolymer, (B) the acid generator 
and (C) an alkali-soluble resin. 

25 DETAILED DESCRIPTION OF THE INVENTION 

Copolymer (A) 

The polymer (A) used in the compositions A and B is a copolymer of an isopropenylphenol and tert-butyl 
30 (meth)acrylate represented by the above-mentioned general formula (1). 

In the copolymer (A), the isopropenyl group of the isopropenylphenol may be in the position of ortho, meta 
or para to the phenolic hydroxyl group; however, it is particularly preferable that it is in the para-position. 

The copolymer (A) can be produced by copolymerizing at least one monomer selected from the group con- 
sisting of o-isopropenylphenol, m-isopropenylphenol and p-isopropenylphenol (referred to hereinafter collec- 
35 tively as the monomer a), preferably p-isopropenylphenol alone or in admixture with o-isopropenylphenol 
and/or m-isopropenylphenol, with tert-butyl acrylate and/or tert-butyl methacrylate (referred to hereinafter col- 
lectively as the monomer b). . 

The copolymer (A) may be a random copolymer, a block copolymer or a graft copolymer. 
In the above copolymerization, various polymerization methods, for example, radical polymerization, 
40 anionic polymerization, living anionic polymerization and the like can be selected, and radical polymerization 
is particularly preferred. The above copolymerization can be carried out in a suitable polymerization manner 
such as bulk polymerization, solution polymerization, suspension polymerization, bulk-suspension polymeri- 
zation, emulsion polymerization or the like; however. It is preferable to carry out the copolymerization in the 
radical polymerization manner in a good solvent for the copolymer (A) such as an acyclic (hydroxy )ether. a cy- 
45 die ether, an ester, a lactone, a ketone, an amide or the like. 

The polymerization initiator which may be used in the above radical polymerization includes, for example, 
peroxides such as benzoyl peroxide, lauroyi peroxide and the like; azo compounds such as azobisisobutyro- 
nitrile, azobisisovaleronitrile, azobisisocapronitrile and the tike; redox catalysts composed of a peroxide and 
a reducing agent such as an amine, a mercaptan, a sulfinic acid, an a-hydroxycarbonyl compound, L-ascorbic 
50 acid, a hydrazine (derivative), a urea (derivative) or the like; etc. 

In particular, in the above-mentioned radical polymerization, there may, if necessary, be added a chain 
transfer agent such as a halogenated hydrocarbon such as carbon tetrachlorid , chloroform or the like; a mer- 
captan such as octyln^ercaptan, dodecyl mercaptan, hexadecyl mercaptan or the like; a xanthogendisulf ide 
such as dimethylxanthogendisulf ide, diethylxanthogendisulf ide or the like; a thiuram sulfide such as tetrame- 
55 thylthiuram monosulf ide, tetraethylthiuram disulfide or the like; a terpene such as dipentene, terpinolene or 
the like. 

In the above-mentioned copolymerization, the polymerization temperature is suitably selected depending 
upon the kinds of the polymerization Initiator, polymerization catalyst, polymerization solvent and the like and 
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considering the molecular weight of the copolymer (A) produced, the polymerization reaction rate and the like. 

The proportion of each monomer copolymerized in the copolymer (A) satisfies the relations 0.1 ^ m/(m + 
n) < 0.6 and 0.4 < n/(m + n) ^ 0.9, preferably the relations 0.3 ^ m/(m + n) < 0.6 and 0.4 < n/{m + n) ^ 0.7, 
and most preferably the relations 0.35 ^ m/{m + n) ^ 0.55 and 0.45 ^ n/(m + n) ^ 0.65, in the general formula 
5 (1). When m/(m + n) is less than 0.1 and n/(m + n) is more than 0.9, In this case, not only do the adhesiveness 
to the substrate and the solubility in an alkali developer become worse, but also the compatibility with the alkali- 
soluble resin used in the composition B becomes insufficient, so that the coatability as a resist is reduced. 
When m/(m + n) is 0.6 or more and n/(m + n) is 0.4 or less, the resolution as a resist becomes worse and the 
yield of the copolymer (A) tends to become lower. 
10 In the compositions A and B, as far as the copolymer (A) satisfies the relations 0.1 ^ m/(m + n) < 0.6 and 

0.4 < n/(m + n) ^ 0.9, a mixture of at least two copolymer components different in the proportions of the mono- 
mer a and monomer b copolymerized may be used. In this case, it is preferable that m and n of each copolymer 
component contained in the mixture satisfy at least the above-mentioned conditions. 

Incidentally, in the above-mentioned copolymerization, it is preferable to remove an unreacted monomer 
15 to purify the copolymer until the total amount of the remaining unreacted monomers after the copolymerization 
becomes about 10% by weight or less, preferably about 3% by weight or less, of the copolymer (A) produced. 
Said removal and purification can be conducted by, for example, reduced pressure distillation, washing with 
a solvent or the like. When the total amount of the remaining unreacted monomers is more than about 10% 
by weight, the radiation-transmittance of the resist film formed from the compositions A or B becomes insuf- 
20 f icient and the resolution has a tendency to become worse. 

The polystyrene-reduced weight average molecular weight of the polymer (A) (referred to hereinafter as 
Mw) is preferably 3,000 to 60,000, more preferably 4,000 to 40,000 and most preferably 6,000 to 35,000 though 
it can be suitably selected taking Into consideration the coatability of the compositions A and B and sensitivity, 
resolution, developability and heat resistance as a resist, and the like. When Mw is less than 3,000, the coat- 
25 ability of the compositions A and 8 and heat resistance and the like as a resist have a tendency to become 
worse, and when it exceeds 60,000, the sensitivity, resolution, developability and the like as a resist have a 
tendency to become worse. 

Moreover, the ratio of the Mw of the copolymer (A) to the polystyrene-reduced number average molecular 
weight (referred to hereinafter as Mn) of the copolymer (A) (Mw/Mn) Is preferably 1 to 5, more preferably 1.5 
30 to 3.5 from the viewpoint of the sensitivity, resolution, developability, heat resistance and the like. 

In the compositions A and B, as the copolymer component (A), there can be used a mixture consisting of 
at least two copolymer components different in Mw and/or Mw/Mn in the above-mentioned ranges. Even in 
such a case, it is preferable that the Mw falls within the range of 3,000 to 60,000 and the Mw/Mn falls within 
the range of 1 to 5. 

35 

Acid generator (B) 

The acid generator (B) used in compositions A and B includes, for example, (1) onium salt compounds, (2) 
halogen-containing compounds, (3) sulfone compounds, (4) sulfonic acid ester compounds, (5) quinonediazide 
40 compounds and the like. 

Specific examples of these acid generators (B) are mentioned below: 

(1) Onium salt compound 

45 As the onium salt compounds, there can be mentioned, for example, iodonlum salts, sulfonium salts, phos- 

phonium salts, diazonium salts, ammonium salts, pyridinium salts or the like. 

Preferable onium salt compounds are diphenyliodonium trif late, diphenyliodonium pyrenesulfonate, diphe- 
nyliodonium dodecylbenzenesulfonate, triphenylsulfonium triflate, triphenylsulfonium hexafluoroantimonate, 
diphenyliodonium hexafluoroantimonate, triphenylsulfonium naphthalenesulfonate, (hydroxyphenyl)-benzyl- 

so methylsulfonium toluenesulfonate and the like. Particularly preferable are triphenylsulfonium triflate, diphe- 
nyliodonium hexafluoroantimonate or the like. 

(2) Halogen-containing compound 

55 As the halogen-containing compounds, there can be mentioned haloaikyi group-containing hydrocarbon 

compounds, haloaikyi group-containing heterocyclic compounds or the (ike. 

Preferable halogen-containing compounds are (poly)trichloromethyl-s-triazine derivatives such as phenyl- 
bis(trichloromethyl)-s-triazine, methoxyphenylbis(trlchloromethyl}-s-triazine, naphthyl-bis(trichloromethyl)-s- 
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triazine or the like; 1,1-bis(4-chlorophenyl)-2,2,2-trichloroethane; and the like. 
(3) Sulfone compound 

5 As the sulfone compounds, there can be nnentioned p-ketosulfone, |3-ketosulfone, and their a-diazo com- 

pounds or the like. 

Preferable sulfone compounds are, for example, phenacylphenylsulfone, mesitylphenacylsulfone, bls(phe- 
nylsulfonyl)methane, bls(phenylsulfonyl)-diazomethane, 4-trisphenacylsuifone or the like. 

10 (4) Sulfonic acid ester compound 

As the sulfonic acid ester compounds, there can be mentioned, for example, alkylsulfonic acid esters, ha- 
loalkylsulfonic acid esters, arylsulfonic acid esters, Iminosulfonates, imidosulfonates or the like. 

Among the preferable sulfonic acid ester compounds, other compounds than the imidosulfonates are, for 

15 example, benzoin tosylate, pyrogallol tristriflate, pyrogallol methanesulfonic acid triester, nitrobenzyl 9,10-die- 
thoxyanthracene-2-suIfonate or the like. Particularly preferable is pyrogallol methanesulfonic acid triester. 

Preferable imidosulfonate compounds are, for example, N-(trlf luoromethylsulfonyloxy)succinimide, N-(trj- 
fluoromethylsulfonyloxy)phthalimide, N-(trifluoromethylsulfonyloxy)diphenylmalelmlde, N-(trlfluoromethyl- 
sulfonyloxy)~bicyclo-[2.2.1]-hept-5-ene-2,3-dicartx>ximide, N-(trifluoromethy!sulfonyloxy)-7-oxablcyclo-[2.2.1]- 

20 hept-5-ene-2,3-dlcarboximlde, N-(trifluoromethylsulfonyloxy)-bicyclo-[2.2.1]-heptan-5,6-oxy-2,3-dicarboxi- 
mide, N-(trifluoromethylsulfonyloxy)-naphthylimide, N-(camphanylsulfonyloxy)succinimide, N-(camphanylsul- 
fonyloxy)phthaIimide, N-(camphanylsulfonyloxy)diphenylmaletmide, N-(camphanylsulfonyloxy)-bicyclo-[2.2.1]- 
hept-5-ene-2,3-dicarboxlmide, N-(camphanylsulfonyloxy)~7-oxabjcyclo-[2.2.1]-hept-5-ene-2,3-dicarboximide, N- 
(camphanylsulfonyloxy)-bicyclo-[2.2.1]-heptan-5,6-oxy-2,3-dicarboximide, N-(camphanylsulfonyloxy)naph- 

25 thylimide, N-(4-methylphenylsulfonyloxy)succinimide, N-(4-methylphenylsulfonyloxy)phthaiimide, N-(4-me- 
thylphenylsulfonyloxy)diphenylmaleimide, N-(4-methylphenylsulfony!oxy)bicyc!o-[2.2.1]-hept-5-ene-2,3-di- 
carboximide, N-(4-methylphenylsulfonyloxy)-7-oxablcyclo-[2-2.1]-hept-5-ene-2,3-dicarboximide, N-(methyl- 
phenylsulfonyloxy)-bicyclo-[2.2.1]-heptan-5,6-oxy-2,3-dicarboximide, N-(4-methylphenylsulfonyloxy)naph- 
thylimide, N-{2-trifluoromethylphenylsulfonyloxy)succinimide, N-(2-trifIuoromethylphenylsulfonyloxy)phthali- 

30 mide, N-(2-trifluoromethylphenylsulfonyloxy)diphenylmalelmide, N-(2-trifluoromethylphenylsulfonyloxy)-bicy- 
clo-[2.2.1]-hept-5-ene-2,3-dicarboximide, N-(2-trifluoromethylphenylsulfonyloxy)-7-oxabicyclo-[2.2.1]-h8pt-5- 
ene-2,3-dicarboximide, N-(2-trifluoromethylphenylsulfonyloxy)-bicyclo-[2.2.1]-heptan-5,6-oxy-2,3-dicarboxi- 
mide, N-(2-trifluoromethylphenylsulfonyloxy)naphthyiimide or the like. 

35 (5) Quinonediazide compound 

As the quinonediazide compounds, there can be mentioned, for example, 1 ,2-quinonediazidesulfonic acid 
esters of polyhydroxy compounds or the like. 

Preferable quinonediazide compounds are compounds having a 1 ,2-quinonediazidesulfonyl group such as 
40 1,2-benzoquinonediazide-4-sulfonyl group, 1,2-naphthoquinonediazide-4-sulfonyI group, 1,2-naphthoquino- 
nediazide-5-sulfonyl group, a 1 ,2-naphthoquinonedlazide-6-sulfonyl group or the like, and particularly prefer- 
able are compounds having a 1,2-naphthoquinonediazide-4-sulfonyl group and/or a 1,2-naphthoquinonedia- 
zide-5-sulfonyl group. 

Specific examples of such quinonediazide compounds include 1,2-qulnonediazidesulfonic acid esters of 
45 (poly)hydroxyphenylarylketones such as 2,3,4-trihydroxybenzophenone, 2,4,6-trihydroxybenzophenone, 
2.3,4,4*-tetrahydroxybenzophenone, 2,2',3,4-tetrahydroxybenzophenone, 3'-methoxy-2,3,4,4*-tetrahydroxy- 
benzophenone, 2,2'.4,4'-tetrahydroxybenzophenone,2,2',3,4,4''pentahydroxybenzophenone, 2,2*,3,4,6*-pen- 
tahydroxybenzophenone,2,3,3'.4.4'.5'-hexahydroxybenzophenone, 2,3',4,4'.5',6-hexahydroxybenzophenone 
and the like; 1,2-quinonediazidesulfonic acid esters of bis[(poly)hydroxyphenyl]alkanes such as bis(4-hydrox- 
50 yphenyO-methane, bis(2,4-dihydroxyphenyl)methane, bis(2,3,4-trihydroxyphenyl)methane, 2,2-bis(4-hydrox- 
yphenyl)propane, 2,2-bis(2,4-dihydroxyphenyl)propane, 2,2-bis(2,3,4-trihydroxyphenyl)propane and the like; 
1,2-quinonediazidesulfonlc acid esters of (poly)hydroxytriphenylalkanes such as 4,4'-dihydroxytriphenylme- 
thane, 4,4',4"-trihydroxytriphenylmethane, 2,2',5,5'-tetramethyl-2",4,4'-trihydroxytriphenylmethane, 3,3',5,5*- 
tetramethyl-2",4,4'-trihydroxytriphenylmethane, 4,4\5,5'-tetramethyi-2,2',2"-trihydroxytriphenylmethane, 
55 2.2',5,5 -tetramethyl-4,4',4"-trihydroxytriphenylmethane, 1 ,1 ,1-tris(4-hydroxyphenyl)ethane, 1,1-bis(4-hy- 
dnDxyphenyl)-1-phenylethane, 1,1-bis{4-hydroxy phenyl)- 1-[4-{1 -(4-hydroxyphenyl)-1-methylethyl}phenyl]et- 
hane, 1.1.3-tris(2,5-dimethyl-4-hydroxyphenyl)propane, 1,1,3-tris(2,5-dimethyl-4-hydroxyphenyl)butane, 
1,3,3-tris(4-hydroxyphenyl) butane and the like; 1,2-quinonediazidesulfonic acid esters of (poly)hy- 
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droxyphenylflavans such as 2,4,4-trimethyl-2*,4',7-trihydroxy-2-phenylflavan, 2,4,4-trimethyl-2',4',5',6,7-pen- 
tahydroxy-2-phenyIflavan or the like; etc. 

Particularly preferable are 1,2-naphthoquinonediazide-4-sulfonic acid ester compounds of 1,1-bis(4-hy- 
droxyphenyl)-1-[4-{1-(4-hydroxyphenyl)-1-methylethyl}phenyl]ethanes represented by the following structural 
formula (2): 



CH3 




(2) 



wherein Z represents a substituent of the formula (3): 



0 
II 

C^^CH (3) 
SO2 



35 

or a hydrogen atom. 

In the structural formula (2)» the proportion of Z being a substituent of the formula (3) is preferably 75 to 
95% on average, particularly preferably 80 to 90% on average, and most preferably 85% on average. 

In the compositions A and B, the acid generator (B) may be used alone or in admixture of two or more. 

40 The amount of the acid generator (B) used is preferably 0.05 to 20 parts by weight, more preferably 0.1 to 15 
parts by weight, per 100 parts by weight of the copolymer (A), though it may be suitably selected depending 
upon the kind of acid generator used. When the amount of the acid generator (B) used Is less than 0.05 part 
by weight there is a fear that it may become difficult to cause the chemical reaction effectively with an acid 
catalyst generated by the exposure. On the other hand, when the amount of the acid generator is more than 

45 20 parts by weight there is a fear that uneven coating may be caused when the composition is applied to a 
substrate and scum or the like may be formed during development 



Alkali-soluble resin (C) 



50 The alkali-soluble resin (C) used in the composition B is an alkali developer-sduble resin having a func- 

tional group exhibiting an affinity to the alkali developer, for example, at least one acidic functional group such 
as a phenolic hydroxyl group, a carboxyl group or the like. When such an alkali-soluble resin (C) is used, the 
control of the solubility of the resist film in the alkali developer becomes easy and as a result the developability 
can be further enhanced. 

55 The alkali-soluble resin (C) is preferably, for example, a polyvinyl type resin having a recurring unit formed 

by cleavage of the polymerizable double bond of at least one acidic functional group-containing monomersuch 
as hydroxystyrene, hydroxy-a-methylstyrene, vinyl benzoic acid, carboxymethylstyrene, carboxymethoxystyr- 
ene, (meth)acrytic acid, crotonic acid, maleic add, fumaric acid, rtaconic acid, citraconic acid, mesaconic acid, 
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cinnamic acid or the like; a condensation resin having a condensation type recurring unit having an acidic func- 
tional group, a representative of which Is a novolak resin; or the like. 

When the alkali-soluble resin (C) is the polyvinyl type resin, this resin may be composed only of the recur- 
ring unitformed by cleavage of the poiymerizable double bond of the above-mentioned acidic functional group- 
5 containing monomer; however, as far as the resin produced Is soluble in an alkali developer, the resin may con- 
tain at least one other recurring unit. 

Such other recurring units include, for example, recurring units formed by cleavage of the poiymerizable 
double bond of a monomer having a poiymerizable double bond such as styrene, a-methylstyrene, vinylto- 
luene, maleic anhydride, (meth)acrylonitrile, crotononitrile, maleronitrile, fumaronitrile, mesacononitrile, cit- 
10 racononitriie, itacononitrile, (meth)acrylamide, crotonamide, maleinamide, fumaramide, mesaconamide, cit- 
raconamlde, itaconamide, vinylaniline, vinylpyrldine, vinyl-s-caprolactam, vinylpyrrolidone, vinyllmldazole or 
the like. 

Among these polyvinyl type resins, poly(hydroxystyrene) and hydroxystyrene-styrene copolymer are par- 
ticularly preferred from the viewpoint that when a resist film is formed, the transmission of radiation is high 
15 and the dry etching resistance is excellent. 

The alkali-soluble resin (C) composed of the above-mentioned polyvinyl type resins can be produced by 
(co)polymerizing, for example, at least one monomer having an acidic functional group, if necessary, with at 
least one other monomer. It can also be produced by (co)polymerizing a monomer having a protected acidic 
functional group, for example, hydroxystyrene whose phenolic hydroxyl group has been protected with a pro- 
20 tective group such as tert-butyl group, acetyl group, tert-butoxycarbonyl group, trialkylsilyl group or the like. 
If necessary, together with other monomers and thereafter converting the protected group of the resulting 
(co)polymer Into an acidic functional group by, for example, hydrolysis. 

The above-mentioned (co) polymerization can be carried out by radical polymerization, thermal polymeri- 
zation, ionic polymerization or the like in a polymerization manner such as bulk polymerization, solution poly- 
25 merlzation, suspension polymerization, bulk-suspension polymerization, emulsion polymerization or the like 
depending upon the kinds or the like of the monomer and solvent. 

Moreover, when the alkali-soluble resin (C) is the above-mentioned condensation resin, this resin may be 
composed only of the condensation type recurring unit containing an acidic functional group, or may have other 
recurring units as far as the resin produced is soluble in the alkali developer. 
30 Such condensation resins can be produced by (co)polycondensing, for example, at least one phenol and 

at least one aldehyde, if necessary, together with other polycondensing components capable of forming con- 
densation type recurring units, in the presence of an acidic catalyst in a water medium or a mixed medium of 
water and a hydrophilic solvent. 

The above-mentioned phenols include, for example, o-cresol, m-cresol, p-cresol, 2,3-xylenol, 2,4-xylenol, 
35 2,5-xylenol, 3,4-xylenol, 3,5-xylenol, 2,3,5-trimethylphenol, 3,4,5-trimethylphenol and the like, and the above- 
mentioned aldehydes include, for example, formaldehyde, trioxane, paraformaldehyde, benzaldehyde, acet- 
aldehyde, propylaldehyde, phenylacetaldehydeorthe like. 

The content of the above-mentioned acidic functional group-containing recurring unit in the alkali-soluble 
resin (C) can be varied depending upon the kinds of said other recurring units optionally contained and hence 
40 cannot be uniquely defined; however, it is preferably 15 to 100 mole%, more preferably 20 to 100 mole %. 

In particular, the proportion of the monomers copolymerized in the hydroxystyrene-styrene copolymer Is 
such that the number of the recurring units derived from styrene is preferably 100 or less, more preferably 30 
to 5, per 100 recurring units derived from the hydroxystyrene. In this case, when the number of the recurring 
units derived from styrene exceeds 100, the resolution of the resist has a tendency to become worse. 
45 The Mw of the alkali-soluble resin (C) can be varied depending upon the uses of the composition B and 

the desired characteristics and hence cannot be uniquely defined; however, it is preferably 1,000 to 150,000. 
more preferably 3,000 to 100,000. 

In particular, when a poly(hydroxystyrene) is used as the alkali-soluble resin (C), its Mw is preferably 3,000 
to 60,000, more preferably 4,000 to 30,000 in view of the compatibility with the copolymer (A) and the devel- 
so opability as a resist. 

When a hydroxystyrene-styrene copolymer Is used as the alkali-soluble resin (C), its Mw is preferably 
2,000 to 50.000, more preferably 3,000 to 30,000 in view of the compatibility with the copolymer (A) and the 
developability as a resist. 

When the alkali-soluble resin (C) has carboncarbon unsaturations in the main chain and/or side chain. It 
55 can be hydrogenated and then used. In this case, the hydrogenatlon degree Is preferably 90% or less, more 
preferably 70% or less and most preferably 50% or less, of the carbon-carbon unsaturations. When the hydro- 
genatlon degree of the hydrogenated product exceeds 90%, the solubility of the alkali-soluble resin (C) in the 
alkali developer has a tendency to become worse. 
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In the composition B, the alkali-solubie resins (C) can be used alone or in admixture of two or more, and 
the kinds and combinations thereof can be suitably selected depending upon the solubility of the copolymer 
(A) in the alkali developer, the alkali-developing conditions and the like. 

The amount of the alkali-soluble resin (C) used in the composition B can be suitably selected depending 
upon the solubility of the copolymer (A) in the alkali developer, the alkali-developing conditions and the like; 
however, it is preferably 0. 1 to1 ,000 parts by weight, more preferably 0.5 to 500 parts by weight, per 1 00 parts 
by weight of the copolymer (A). 

Particularly, when a poly(hydroxystyrene) is used as the alkali-soluble resin (C), the amount of the 
poly(hydroxystyrene) used is preferably 0.5 to 500 parts by weight, more preferably 1 to 300 parts by weight, 
per 100 parts by weight of the copolymer (A) though it may be varied depending upon the Mw of the 
poly(hydroxystyrene). When the amount of the poly(hydroxystyrene) used Is less than 0.5 part by weight, the 
controlling effect on the solubility of the resist in the alkali developer becomes lower, and when it exceeds 500 
parts by weight, the solubility of the resin in the alkali developer becomes too high and the resolution as a 
resist has a tendency to become worse. 

When a hydroxystyrene-styrene copolymer is used as the alkati-solubie resin (C), the amount of the co- 
polymer used is preferably 0.5 to 1 ,000 parts by weight, more preferably 1 to 300 parts by weight, per 100 parts 
by weight of the copolymer (A) though it may be varied depending upon the proportion of the hydroxystyrene 
and styrene copolymerized and Mw. When the amount of the hydroxystyrene-styrene copolymer used is less 
than 0.5 parts by weight, the control effect on the solubility of the resist in the alkali developer becomes lower 
and the developability may not always be sufficiently improved, and when it exceeds 1,000 parts by weight, 
the resolution as a resist has a tendency to become worse. 

Acid-diffusion controller and dissolution controller 

Into the compositions A and B may be compounded, if necessary, an acid-diffusion controller and/or a 
dissolution-controlling agent as explained below. 

The above-mentioned acid-diffusion controller has such an action as to control the diffusion phenomenon 
in a resist film of the acid generated from the acid generator (B) by the exposure and suppress undesirable 
chemical reactions in the unexposed area. When such an acid-diffusion controller is used, the pattern profile, 
particularly the degree of formation of a visor in the upper part of the pattern, the dimension fidelity to mask 
dimension and the like can be further improved. 

The above-mentioned acid-diffusion controllers are preferably nitrogen-containing organic compounds 
whose basicity is not changed by exposure or heating, and specific examples thereof include ammonia, hex- 
ylamine, heptylamine, octylamine, nonylamine, decylamine, dibutylamine, dipentylamine, dihexylamine, di- 
heptylamine, dioctylamine, dinonylamine, didecylamine, trimethylamine, thethylamine, tripropylamine, tribu- 
tylamine, tripentylamine, trihexylamine, triheptylamine, trioctylamine, trinonylamine, tridecylamine, aniline, N- 
methylaniline, N,N-ciimethylaniline, 2-methylaniline, 3-nriethylaniline, 4-methylaniline, 4-nitroaniline, 1>naph- 
thylamine, 2-naphthyiamine, diphenylamine, ethylenediamine, tetramethyienediamine, hexamethylenedia- 
mine, pyrrolidone, piperidine, imidazole, 4-methyiimidazole, 4-methyt-2-phenytimidazole, thiabendazole, pyr- 
idine, 2-methylpyridine, 4-methyl pyridine, 2-ethyl pyridine, 4-ethylpyridine, 1 -met hyl-4- phenyl pyridine, 2-(1- 
ethylpropyl)pyridine, nicotinamide, dibenzoylthiamine, riboflavin tetrabutyrate. 4,4'-diaminodiphenylmethane, 
4,4-diaminodiphenyl ether, 4,4'-diaminobenzophenone, 4,4'-diaminodiphenylamine, 2,2-bis(4-amlnophe- 
nyl)propane, 2-(3-aminophenyl)-2-(4-aminophenyl)propane, 2-(4-aminophenyl)-2-(3-hydroxyphenyl)propane, 
2-(4-aminophenyl)-2-(4-hydroxyphenyl)propane, 1 .4-bis[1-(4-aminophenyl)-1 -methylethyl]benzene, 1 ,3- 
bis{1-(4-aminophenyl)-1-methylethyl]benzene, dimethyl succinate- 1-(2-hydroxyethyl)-4-hydroxy-2, 2,6, 6-tet- 
ramethylpiperidine polycondensate, poly[{6-(1.1,3,3-tetFamethylbutyl)imino-1,3,5-triazine-2,4-diyt}{(2.2,6,6- 
tetramethyl-4-piperidyl)imino}hexamethylene{(2,2,6,6-tetramethyl-4-piperidyl)imino}], bis(1 ,2,2,6,6- pentame- 
thyl-4-piperidyl)-2-(3,5-di-tert-butyl-4-hydroxybenzyl)-2-n-butylmalonate or the like. 

These acid-diffusion controllers may be used alone or in admixture of two or more. 

The proportion of the acid-diffusion controller compounded in the compositions A and B is preferably 0.001 
to 10 parts by weight, more preferably 0.005 to 5 parts by weight, per 100 parts by weight of the copolymer 
(A). In this case, when the proportion of the acid-diffusion controller compounded exceeds 10 parts by weight, 
the sensitivity as a resist and the developability in the exposed portion have a tendency to lower and when 
the acid-diffusion controller is compounded in a proportion of 0.001 part by weight or more, it is possible to 
suppress particularly effectively the reduction of the pattern profile and dimension fidelity under some proc- 
essing conditions. 

The dissolution controller is a component which has such properties that the alkali-solubilities of the com- 
positions A and B are controlled, and such an actbn that when it is decomposed in the presence of an acid, 
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for example, is hydrolyzed, the alkali-dissolution-controlling effect of each of the compositions A and B is re- 
duced or lost or the alkali-dissolution of each of the compositions A and B is accelerated. 

As such a dissolution controller, there may be m ntioned, for example, compounds in which the hydrogen 
atoms of the acidic functional groups such as phenolic hydroxyl group, carboxyJ group and the like have been 
5 substituted by acid-decomposable groups which are decomposed in the presence of an acid, for example, hy- 
drolyzed, and this may be either a low molecular weight compound or a high molecular weight compound. 

Preferable low molecular weight dissolution controllers include, for example, compounds obtained by in- 
troducing an acid-decomposable group into the acidic functional group of a polyhydric phenol compound such 
as bisphenol A, bisphenoi F, bisphenol S or the like and a carboxylic acid compound such as hydroxypheny- 
10 lacetic acid [said compounds are referred to hereinafter as the dissolution controller (1)] or the like. 

The high molecular weight dissolution controller include, for example, resins obtained by introducing the 
acid-decomposable group into the acidic functional group of an alkali-soluble resin such as the above- 
mentioned alkali-soluble resin (C) or the like [said resins are referred to hereinafter as the dissolution controller 
(2)1 or the like. 

75 - The acid-decomposable groups in the dissolution controllers (1) and (2) include, for example, substituted 
methyl groups, 1-substituted ethyl groups, 1-branched alkyi groups, sllyl groups, germyl groups, alkoxycarbo- 
nyl groups, acyl groups, cyclic acid-decomposable groups or the like. 

The above-mentioned substituted methyl groups Include, for example, methoxymethyl group, methylthio- 
methyi group, ethoxymethyl group, ethylthiomethyl group, methoxyethoxymethyl group, tert- 

20 buioxycart>onylmethyl group, benzyloxymethyl group, benzyl thiomethyl group, phenacyl group, bromophena- 
cyl group, meihoxyphenacyl group, methylthiophenacyl group, cyclopropylmethyl group, benzyl group, diphe- 
nyimethyl group, triphenylmethyl group, bromobenzyl group, nitrobenzyl group, methoxybenzyl group, me- 
ihylihioben^jyl group, ethoxybenzyl group, ethylthiobenzyl group, piperonyl group or the like. 

The atxjve-mentioned 1-substituted ethyl groups include, for example, 1-methoxyethyl group, 1-methylth- 

25 loetriyi croup. 1,1-dimethoxyethyl group, 1-ethoxyethyl group, 1-ethylthioethyl group, 1,1-diethoxy ethyl group, 
1 -p»it-Mcxyeihyl group, 1-phenylthioethyl group, 1,1-diphenoxyethyI group, 1-benzyloxyethyl group, 1-ben- 
zyfth oe:hy{ group. 1-cyclopropylethyl group, 1-phenylethyl group, 1,1-diphenylethyI group, a-methyl phenacyl 
group Of the like. 

The above-mentioned 1-branched alkyl groups include, for example, isopropyl group, sec-butyl group, tert- 
30 butyi group. 1 .1 -dimethylpropyl group, 1-methylbutyl group, 1,1-dimethylbutyl group or the like. 

The atKJve- me ntioned sily! groups include, for example, trimethylsilyl group, dimethylethylsilyl group, me- 
thyld ethylsilyl group, triethylsilyl group, dimethylisopropylsilyl group, methyldiisopropylsilyl group, triisopropyl- 
silyt group, dimethyl-tert-butylsilyl group, methyldi-tert-butylsilyl group, tri-tert-butylsilyl group, dimethylphe- 
nylstlyl group, methyldiphenylsilyl group, triphenylsilyl group or the like. 
35 The above-mentioned germyl groups include, for example, trimethylgermyl group, dimethylethylgermyl 

group, methyldiethylgermyl group, triethylgermyl group, dimethyiisopropylgermyl group, methyldiisopropylger- 
myl group, iriisopropylgermyl group, dimethyl-tert-butylgenmyl group, methyldi-tert-butylgermyl group, tri-tert- 
butylgermyl group, dimethyl phenylgermyl group, methyldiphenylgermyl group, triphenylgermyl group or the 
like. 

40 The above-mentioned alkoxycarbonyl groups include, for example, methoxycarbonyl group, ethoxycarbo- 

nyl group, isopropoxycarbonyl group, tert-butoxycarbonyl group, tert-pentyloxycarbonyl group or the like. 

The above-mentioned acyl groups include, for example, acetyl group, propionyl group, butyryl group, hep- 
tanoyi group, hexanoyl group, valeryl group, ptvaloyl group, isovaleryl group, lauloyi group, myr\stoy\ group, 
palmrloyi group, stearoyi group, oxalyl group, malonyl group, succinyl group, glutaryl group, adipoyi group, pi- 

45 peroyi group, suberoyi group, azelaoyi group, sebacoyi group, acryloyi group, propioloyi group, methacryloyi 
group, aotonoyl group, oleoyi group, maleoyi group, fumaroyi group, mesaconoyi group, camphoroyi group, 
benzoyl group, phthaloyi group, isophthaloyf group, terephthaloyi group, naphthoyi group, toluoyi group, hy- 
droatropoyl group, atropoyi group, cinnamoyi group, furoyi group, thenoyi group, nicotinoyt group, isonicotinoyi 
group, p-toluenesulfonyl group, mesyl group or the like. 

50 The above-mentioned cyclic acid-decomposable groups include, for example, cyclopropyl group, cyclo- 

pentyl group, cyclohexyl group, cyclohexenyl group, oxocyclohexyl group, 4-methoxycyclohexyl group, tetra- 
hydropyranyl group, tetrahydrofuranyl group, tetrahydrothiopyranyl group, tetrahydrothiofuranyl group, 3-bro- 
motetrahydropyranyl group, 4-methoxytetrahydropyranyl group, 4-methoxytetrahydrothiopyranyi group, 3-tet- 
rahydrothiophene-1,1-dioxide group, S.S-dioxide group, 2-1 ,3-dioxolanyI group, 2-1,3-dithioxolanyl group, 

55 benzo-2-1 ,3-dioxolanyl group, benzo-2-1 ,3-dithioxolanyl group or the like. 

Among these acid-decomposable groups, preferable are tert-butyoxycarbonylmethyl group, benzyl group, 
tert-butyl group, tert-butoxycarbonyl group, tetrahydropyranyl group, tetrahydrofuranyl group, tetrahydrothio- 
pyranyl group, tetrahydrothiofuranyl group, trimethylsilyl group or the like. 
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In particular, specific examples of the dissolution controller (1) include the compounds represented by the 
following formulas (4) to (6): 

0 . CH3 0 

(CH3)3C-0C0— <^>-C— <JO)^0C0-C(CH3)3 ( 4 ) 

CH3 



10 



15 

0 CH3 



20 



(CHs)^ C-OCO—^(^y- C — (§)-0C0 -C(CH3)3 

6. 



(5) 
CH3— C— CH3 



25 




30 



0C0-C(CH3)3 
0 



35 



CH3 

(CH3)3Si-0^g)^C-Hg>-0-Si(CH3)3 (gj 

CH3 

45 The dissolution controllers (1) and (2) can be produced, for example, by substituting at least one acid- 

decomposable group for the hydrogen atom or atoms of the acidic functional group in at least one low molecular 
weight or high molecular weight compound having at least one acidic functional group, and the dissolution con- 
troller (2) can be produced by (co)polymerizing at least one monomer having at least one acid-decomposable 
group or (co)polycondensing at least one poiycondensing component having at least one acid-decomposable 

so group. 

Incidentally, the proportion of the acid-decomposable group introduced into the dissolution controller (2) 
[the ratio of the number of acid-decomposable groups to the total number of acidic functional groups and acid- 
decomposable groups in the dissolution controller (2)] is preferably 15 to 100%, more preferably 20 to 100% 
and most preferably 20 to 80%. 
55 The Mw of the dissolution controller (2) is preferably 1 ,000 to 150,000, more preferably 3,000 to 100,000 

though it may be varied depending upon the uses and the desired characteristics of the compositions A and 
B. 

In the compositions A and B, the dissolution controllers may be used alone or in admixture of two or more. 
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The amount of the dissolution controller compounded in these compositions is preferably 100 parts by weight 
or less, more preferably 50 parts by weight or less, per 1 00 parts by weight of the copolymer (A) though It may 
be varied depending upon the uses and the desired characteristics of the compositions A and B. When the 
amount of the dissolution controller compounded is more than 100 parts by weight, the film-formablJity of the 
5 composition, film strength and the like have a tendency to become worse. 

Various additives 

The compositions A and B may, if necessary, contain various additives such as a surfactant, a sensitizer 

10 or the like. 

The above surfactant has an action to improve the coatability of the compositions A and B, striation, de- 
velopability of resist and the like. Such surfactants include, for example, polyoxyethylene lauryl ether, poly- 
oxyethylene stearyl ether, polyoxyethylene oleyl ether, polyoxyethylene octylphenyl ether, polyoxyethylene 
nonyl phenyl ether, polyoxyethylene glycol dilaurate and polyoxyethylene glycol distearate and also include 

15 KP341 (a trade name of Shin-Etsu Chemical Co., Ltd.), Polyflow No. 75, No. 95 (trade names of Kyoeisha 
Yushi Kagaku Kogyo K. K.), EF Top EF-301 . EF-303, EF-352 (trade names of TOHKEM PRODUCT Co.), Meg- 
afac F171. F172, F173 (trade names of DAINIPPON INK & CHEMICALS, INC.). Fluorad FC430, FC431 (trade 
names of Sumitomo 3M Limited), Asahi Guard AG710, SURFLON 8-382, SC-101, SC-102. SC-103, SC-104, 
SC-105, SC-106 (trade names of Asahi Glass Co., Ltd.) or the like. 

20 These surfactants may be used alone or in admixture of two or more. The amount of the surfactant com- 

pounded is preferably 2 parts by weight or less per 1 00 parts by weight of the solid content of the compositions 
A and B. 

The above-mentioned sensitizer has an action to absorb the energy of radiation and transfer the energy 
to the acid generator (B) to thereby increase the amount of acid produced and has also an effect that the ap- 
25 parent sensitivity of resist obtained from the compositions A and B is enhanced. The sensitizer is preferably 
a ketone, a benzene, an acetophenone, a benzophenone, a naphthalene, a biacetyl, an eosin, rose bengal, a 
pyrene, an anthracene, a phenothiazine or the like. 

These sensitizers may be used alone or in admixture of two or more. The amount of the sensitizer com- 
pounded is preferably 50 parts by weight or less, more preferably 30 parts by weight or less, per 100 parts by 
30 weight of the solid content of the compositions A and B. 

By compounding a dye or a pigment with the composition, the latent image in the exposed portion is vi- 
sualized, the influence of halation during the exposure can be moderated and by compounding an adhesion 
promoter with the composition, the adhesiveness to a substrate can be improved. 

Moreover, other additives include halation-preventing agents such as 4-hydroxy-4 -methylchalcone and 
35 the like; storage stabilizers; defoaming agents; and the like. 

The amount of each of these other additives compounded is preferably 50 parts by weight or less, more 
preferably 1 part by weight or less, per 100 parts by weight of the solid content In the composition A or B. 

Solvent 

40 

The composition A or B is uniformly dissolved in a solvent so that the solid concentration becomes, for 
example. 5 to 50% by weight, preferably 20 to 40% by weight when it is used, and then filtered through a filter 
having a pore diameter, for example, about 0.2 jim to prepare a composition solution. 

The solvent to be used in the preparation of the composition solution includes, for example, ethylene glycol 

45 monoalkyi ethers such as ethylene glycol monomethyl ether, ethylene glycol monoethyi ether, ethylene glycol 
monopropyl ether, ethylene glycol monobutyl ether and the like; ethylene glycol monoalkyi ether acetates such 
as ethylene glycol monomethyl ether acetate, ethylene glycol monoethyl ether acetate, ethylene glycol mo- 
nopropyl ether acetate, ethylene glycol monobutyl ether acetate or the like; diethylene glycol dialkyi ethers such 
as diethylene glycol dimethyl ether, diethylene glycol diethyl ether, diethylene glycol dipropyl ether, diethylene 

50 glycol dibutyl ether or the like; propylene glycol monoalkyi ethers such as propylene glycol monomethyl ether, 
propylene glycol monoethyl ether, propylene glycol monopropyl ether, propylene glycol monobutyl ether or the 
like; propylene glycol dialkyi ethers such as propylene glycol dimethyl ether, propylene glycol diethyl ether, 
propylene glycol dipropyl ether, propylene glycol dibutyl ether or the like; propylene glycol monoalkyi ether acet- 
ates such as propylene glycol monomethyl ether acetate, propylene glycol monoethyl ether acetate, propylene 

55 glycol monopropyl ether acetate, propylene glycol monobutyl ether acetate or the like; lactic acid esters such 
as methyl lactate, ethyl lactate, n-propyl lactate, isopropyl lactate, n-butyl lactate, isobutyl lactate or the like; 
aliphatic carboxyiic acid esters such as methyl formate, ethyl formate, n-propyl formate, isopropyl formate, n- 
butyl formate, isobutyl formate, n-amyl formate, isoamyl formate, methyl acetate, ethyl acetate, n-propyl acet- 
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ate, isopropyl acetate, n-butyl acetate, isobutyl acetate, n-amyl acetate, isoamyl acetate, n-hexyl acetate, me- 
thyl propionate, ethyl propionate, n-propyl propionate, isopropyl propionate, n-butyl propionate, isobutyl pro- 
pionate, methyl butyrate, ethyl butyrate, n-propyl butyrate, isopropyl butyrate, n-butyl butyrate, isobutyl bu- 
tyrate or the like; other esters such as ethyl hydroxyacetate, ethyl 2-hydroxy-2-methylpropionate, methyl 3- 

5 methoxy-2-methylpropionate (methyl p-methoxybutyrate), methyl 2-hydroxy-3-methyl butyrate, ethyl methox- 
yacetate, ethyl ethoxyacetate, methyl 3-methoxypropionate, ethyl 3-methoxy propionate, methyl 3-ethoxypro- 
pionate, ethyl 3-ethoxy propionate, 3-methoxybutyl acetate, 3-methyl-3-methoxybutyl acetate, 3-methyl-3-m 
ethoxybutyl propionate, 3-methyl-3-methoxybutyl butyrate, methyl acetoacetate, ethyl acetoacetate, methyl 
pyruvate, ethyl pyruvate or the like; aromatic hydrocarbons such as toluene, xylene or the like; ketones such 

10 as methyl ethyl ketone, methyl propyl ketone, methyl butyl ketone, 2-heptanone, 3-heptanone, 4-heptanone, 
cyclohexanone or the like; amides such as N-methylformamide, N.N-dimethylformamide, N-methylacetamide, 
N.N-dimethylacetamide, N-met hy I pyrrol idone or the like; lactones such as y-butyrolactone or the like; etc. 

These solvents may be used alone or in admixture of two or more. The amount of the solvent used is pre- 
ferably 20 to 3,000 parts by weight, more preferably 50 to 3,000 parts by weight, and most preferably 100 to 

IS 2,000 parts by weight, per 100 parts by weight of the total solid content in the composition A or B. 

Method of forming patterns 

In the formation of a resist pattern from the composition Aor B of this invention, each of the composition 

20 solutions prepared as mentioned above is applied to a substrate such as a silicon wafer, an aluminum-coated 
wafer or the like by an appropriate means such as a spin coating, a flow coating, a roll coating or the like to 
form a resist film, and the resulting resist film is, if necessary, previously subjected to heat-treatment (referred 
to hereinafter as the prebaking) and then to the exposure so that the desired pattern is formed. The radiation 
used in this case is appropriately selected from ultraviolet rays such as i-line (wavelength: 365 nm) or the like; 

25 deep UV rays such as ArF excimer laser (wavelength: 193 nm), KrF excimer laser (wavelength: 248 nm) or 
the like; X rays such as synchrotron radiation or the like; and charged particle beams such as electron beam 
or the like depending upon the kind of the acid generator (B). Conditions for the exposure such as exposure 
dose and the like are appropriately selected depending upon the compounding recipe of each composition, 
the kind of the additives and the like. 

30 In this invention, in order to enhance the apparent sensitivity of the resist film, it is preferable to conduct 

heat-treatment after the exposure (referred to hereinafter as the post-exposure- baking). The conditions for 
said heat-treatment may be varied depending upon the compounding recipe of the composition Aor B, the 
kind of each additive and the like; however, it is preferable to conduct the heat-treatment at a temperature of 
30 to 200^*0, more preferably 50 to 1 50°C. 

35 in the formation of a resist pattern from the composition A or B, it is possible to provide a protective coating 

layer on the resist film for preventing the influence of basic impurities and the like contained in the ambient 
atmosiphere. 

Subsequently, the exposed resist Is developed with an alkali developer to form the desired resist pattern. 
As the above-mentioned alkali developer, there is used an alkaline aqueous solution prepared by dissolv- 
40 ing in water an alkaline compound such as sodium hydroxide, potassium hydroxide, sodium carbonate, sodium 
silicate, sodium metasilicate, ammonia water, ethylamine, n-propylamine, diethylamlne, di-n-propylamine, trie- 
thylamine, methyldiethylamine, dimethylethanoiamlne, triethanolamlne, tetramethylammonium hydroxide, tet- 
raethylammonium hydroxide, choline, pyrrole, piperidine, 1,8-diazabicyclo-[5.4.0]-7-undecene, 1 ,5-diazabicy- 
clo-[4.3.0]-5-nonene or the like, so that the concentration becomes preferably 1 to 10% by weight, more pre- 
45 ferably 2 to 5% by weight, used as the developer. 

To the above alkali developer may be added an aqueous oiganic solvent such as methanol, ethanol or the 
like and a surfactant in appropriate amounts. 

Incidentally, when a developer consisting of such an aqueous alkaline solution is used, the resulting resist 
pattern is washed with water after the development. 
50 The radiation sensitive resin composition of this invention is excellent particularly in resolution and pattern 

profile, also excellent in sensitivity and developability and can form a fine pattem with high precision. In ad- 
dition, the radiation sensitive resin composition of this invention reacts effectively with varbus radiations such 
as ultraviolet rays, deep UV, X rays and charged particle beams. Accordingly, the radiation sensitive resin com- 
position of this invention can be very suitably used as a chemically amplified resist for producing a semicon- 
55 ductor device in which a further fining is inferred to proceed. 
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DESCRIPTION OF THE PREFERRED EMBODIMENTS 

This invention is explained in more detail below referring to Examples and Connparative Examples; how- 
ever, this invention should not be construed to be limited thereto. 
5 Here, measurement of Mw and Mn (Mw/Mn) and evaluation of each resist were conducted as stated below. 

Mw and Mn (Mw/Mn) 

Measured, using GPC columns manufactured by TOSOH CORP. (two G2000Hxl columns, one G3000Hxl 
10 column and one G4000Hxl column), by a gel permeation chromatograph method in which a monodisperse poly- 
styrene was used as a standard under the analysis conditions that the flow rate was 1.0 ml/min, the eluent 
was tetrahydrof uran, and the column temperature was 40''C. 

Sensitivity (e.g. photospeed) 

15 

A resist film formed on a silicon wafer was exposed, immediately thereafter, subjected to post-exposure- 
baking, subsequently developed with an alkali developer, washed with water and dried to form a resist pattern. 
At this time, the exposure dose in which a line-and-space pattern having a line width of 0.5 i^m (1L1S) was 
formed in a 1:1 line width was taken as the optimum exposure dose, and the sensitivity was evaluated by this 
20 optimum exposure dose. 

Resolution 

The minimum dimension {\xm) of the resist pattern resolved when the exposure was conducted at the op- 
25 timum exposure dose was determined as the resolution. 

Pattern profile 

The lower side dimension La and the upper side dimension Lb of the square cross-section of the 1L1S 
30 pattern of a line width of 0.5 ^m formed on a silicon wafer were measured using a scanning type electron mi- 
croscope. When the resulting pattern satisfied 0.85 = Lb/La ^ 1 and the pattern had no thinned portion in the 
vicinity of the substrate and neither visor nor thinned portion at the top, said pattern profile was determined 
as good. When patterns did not satisfy at least one of these conditions, they were determined as bad. 

35 Yield of residual film thickness 

The proportion (%) of the thickness of the resist pattern after the development to the thickness after the 
prebaking of the resist pattern was taken as the yield of residual film thickness, and the case where the value 
thereof was 97% or more the yield of residual film thickness is determined as good, the case where it was 90% 
40 or more but less than 97% as fair and the case where it was less than 90% as bad. 

Production of the copolymer (A) 

Synthesis Example 1 

45 

In 131 g of propylene glycol monomethyl ether were dissolved 67 g (0.5 mole) of p-isopropenyphenol and 
64 g (0.5 mole) of tert-butyl acrylate, and then 8 g of azobisisobutyronitrile was added thereto. Thereafter, the 
solution was kept at a reaction temperature of 60*C under a nitrogen atmosphere to effect polymerization for 
10 hours. After the polymerization, the reaction mixture was poured into five liters of hexane to coagulate the 

50 resulting copolymer and the coagulated copolymer was separated and then washed with five one-liter portions 
of hexane. The copolymer was thereafter dissolved in acetone again and then the resulting solution was poured 
Into a large amount of water to coagulate the copolymer, thereby obtaining a white copolymer (yield: 56%). 

This copolymer had Mw=1 2,400 and Mw/Mn=1 .66. As a result of ^^c-NMR analysis, it was found that the 
copolymerization ratio (mole ratio) of p-isopropenyl phenol to tert-butyl acrylate was 50:50. This copolymer is 

55 referred to hereinafter as Copolymer (A-1). 
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Synthesis Example 2 

The same procedure as in Synthesis Example 1 was repeated, except that 53 g (0.35 mole) of p-isopro- 
penylphenoi was substituted for the 67 g of p-isopropenylphenol and 92.2 g (0.65 mole) of tert-butyl acrylate 
5 was substituted for the 64 g of tert-butyl acrylate, to obtain a white copolymer (yield: 63%). 

This copolymer had Mw=24,200 and Mw/Mn=1 .84. As a result of ^^C-NMR analysis, it was found that the 
copolymerization ratio (mole ratio) of p-isopropenylphenol to tert-butyl acrylate was 32:68. This polymer is re- 
ferred to hereinafter as Copolymer (A-2). 

10 Production of alkali-soluble resin (C) 

Synthesis Example 3 

In 33 g of dioxane were dissolved 300 g (1.7 moles) of p-tert-butoxystyrene, 30 g (0.3 mole) of styrene 
75 and 1 .6 g of azobisisobutyronitrile, and thereafter, the solution was kept at a reaction temperature of 70''C un- 
der a nitrogen atmosphere to effect polymerization for 12 hours. After the polymerization, the reaction mixture 
was poured into a large amount of methanol to coagulate the resulting resin, and the coagulated resin was 
dissolved in dioxane again, after which diluted sulfuric acid was added. The resulting mixture was subjected 
to hydrolysis at SO^'C for 10 hours to obtain an alkali-soluble resin (C) (yield: 82%). 
20 This resin had Mw=1 8,000 and Mw/Mn=1 .75 and the copolymerization ratio (mole ratio) of p-hydroxystyr- 

ene to styrene was 85:15. This resin is referred to hereinafter as Alkali-Soluble Resin (C-1). 

Synthesis Example 4 

25 In 300 g of dioxane were dissolved 300 g (1.7 moles) of p-tert-butoxystyrene and 1.6 g of azobisisobutyr- 

onitrile, and the resulting solution was kept at a reaction temperature of eO'^C under a nitrogen atmosphere 
to effect polymerization for 16 hours. Subsequently, in the same manner as in Synthesis Example 3, the re- 
action mixture was treated to an alkali-soluble resin (C) was obtained (yield: 80%). 

This resin was poly(p-hydroxystyrene) having Mw=25,000 and Mw/Mn=1 .54. This resin is referred to here- 
to inaf ter as Alkali-Soluble Resin (C-2). 

Synthesis Example 5 

In 300 g of tetrahydrofuran were dissolved 52 g (0.5 mole) of styrene, 130 g (1.5 moles) of methacrylic 
35 acid and 1 .6 g of azobisisobutyronitrile, and the resulting solution was kept at a reaction temperature of 60°C 
under a nitrogen atmosphere to effect polymerization for 6 hours. After the polymerization, the reaction mixture 
was poured into a large amount of water to coagulate the resulting resin, and the coagulated resin was dissolved 
in acetone again, after which the resulting solution was coagulated in water again to obtain an alkali-soluble 
resin (C) (yield: 91%). 

40 This resin had Mw=28,000 and Mw/Mn=2.31 and the copolymerization ratio (mole ratio) of styrene to me- 

thacrylic acid was 14:86. This resin is referred to hereinafter as Alkali-Soluble Resin (C-3). 

Production of Dissolution Controller 

45 Synthesis Example 6 

In 1 00 g of tetrahydrofuran was dissolved 1 5 g of bisphenol A, and di-tert-butyl carbonate was added there- 
to in an amount 2 times the moles of total phenolic hydroxyl groups in the bisphenol A and triethylamine was 
added thereto in an amount 0.3 time the moles of total phenolic hydroxyl groups in the bisphenol A. Thereafter, 
50 the resulting solution was subjected to reaction for 6 hours under reflux. Subsequently, the reaction mixture 
was poured into water to precipitate the product, and this precipitate was dried in a vacuum drier at 50*0 over- 
night to obtain the dissolution controller (1) represented by the fonmula (4) (yield: 90%). 

Synthesis Example 7 

55 

In 100 g of dioxane was dissolved 15 g of bisphenol A and hexamethyldisilazane was added thereto in an 
amount 2 times the moles of the total phenolic hydroxyl groups in the bisphenol A, after which the solution 
was subjected to reaction under reflux for 6 hours. Subsequently, the reaction mixture was poured into water 
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to precipitate the product, and this precipitate was dried In a vacuum drier at 5Q°C overnight to obtain the dis- 
solution controller (1) represented by the formula (6) (yield: 98%). 

Production of Comparative Resin 

5 

Comparative Synthesis Example 1 

In 50 ml of dioxane were dissolved 12 g of poly(p-hydroxystyrene) and 5 g of triethylamine. To this solution 
was added 11 g of di-tert-butyl carbonate while the solution was stirred, and then stirred at room temperature 
10 for a further 6 hours, after which oxalic acid was added to the solution to neutralize the triethylamine. Subse- 
quently, the reaction mixture was poured into a large amount of water to coagulate the resulting resin and the 
coagulated resin was washed with pure water several times to obtain a white resin (yield: 85%). 

The resin obtained had Mw=9,200 and Mw/Mn=2.8. As a result of ^^C-NMR analysis, it was found that the 
resin had such a structure that 85% of the hydrogen atoms of the phenolic hydroxyl groups In the poly(p- 
15 vinylphenol) had been substituted by t-butoxycarbonyl groups. This resin is referred to hereinafter as Compar- 
ative Resin (a). 

Comparative Synthesis Example 2 

20 In 50 g of dioxane were dissolved 24 g of p-vinylphenol and 1 9 g of tert-butyl methacrylate, and thereafter, 

the solution was treated In the same manner as in Synthesis Example 1 to produce a white resin (yield: 65%). 

The resin obtained had Mw=23,000 and Mw/Mn = 2.3. As a result of ^^c-NMR analysis, it was found that 
the copolymerlzation ratio (mole ratio) of p-vinylphenol to tert-butyl methacrylate was about 7:3. This resin is 
referred to hereinafter as Comparative Resin (p). 

25 

Examples 1 to 21 and Comparative Examples 1 to 4 

The components shown in Tables 1 and 2 (provided that the part is by weight) were mixed to prepare a 
uniform solution, and thereafter, the solution was filtered through a membrane filter having a pore diameter 
30 of 0.2 |Lim to prepare a composition solution. 

The composition solution was spin-coated on a silicon wafer and then prebai^ed under the conditions 
shown in Tables 3 and 4 to form a resist film having a film thickness of 1 .0 |j,m, after which the resist film was 
subjected to the exposure and the post-exposure-baking under the conditions shown in Tables 3 and 4. Sub- 
sequently, the resist film was developed with 2.38% by weight aqueous tetramethyiammonium hydroxide sol- 
as ution by a immersion method for 60 seconds at 23°C to form a resist pattern. Each resist was then evaluated. 
The evaluation results obtained are shown in Tables 5 and 6. 
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In Tables 1 and 2, the symbols used for the acid generator (B). the alkali-soluble resin (C) except for (C- 
1) to (C-3), the acid-diffusion controller and the solvent have the following nneanings: 

Acid generator (B) 



(B-1): 
(B-2): 
(B-3) 
(B-4); 



(B-5): 
(B-6): 
(B-7): 



Triphenylsulfonium triflate 
Diphenyliodonium hexafluoroantimonate 
Pyrogallol nnethanesulfonic acid triester 

1,2-Naphthoquinonediazide-4~sulfonic acid ester represented by the structural formula (2) (provid- 
ed that 85% on average of Z is the substituent represented by formula (3) and 15% on average of 
Z is a hydrogen atom). 

N-(Trifluoromethylsulfonyloxy)-bicyclo-[2.2.1]-hept-5-ene-2,3-dicarboximide 

N-(Camphanylsulfonyloxy)naphthylimide 

N-(2-Trifluoromethylphenylsulfonyioxy)phthalimide 



Alkali-soluble resin (C) 



(C-4): Hydrogenated poiy(hydroxystyrene) (PHM-C, a trade name of Maruzen Petrochemical Co., Ltd.) 
20 Acid-diffusion controller 

(a) : Tripropylamine 

(b) : Trl-n-butylamine 

(c) : Dlaminodiphenylmethane 
25 (d): Octylamine 

Solvent 



BA: Butyl acetate 

30 EGA: Ethylene glycol monoethyl ether acetate (ethyl Cellosolve acetate) 

EEP: Ethyl 3-ethoxypropionate 

EL: Ethyl lactate 

MAK: Methyl amyl ketone 

MMP: Methyl 3-methoxypropionate 

35 PGMEA: Propylene glycol monomethyl ether acetate 
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Table 3 



5 









Prebaking 


Radiation used 
in exposure 


Post- 
exposure- 
baking 


10 






Temp. 
(°C) 


Time 
( sec ) 


(wavelength ) 


Temp . 
(^C) 


Time 
( sec ) 




Example 
Example 


1 
2 


90 
110 


120 
120 


KrF excimer laser 
( ^4 o nm } 

Do . 


90 
110 


120 
120 


15 
20 


Example 
Example 
Example 


3 
4 
5 


110 
90 
90 


60 
120 
120 


KrF excimer laser 

( 19 J nm ) 
KrF excimer laser 

(z4o nm] 
Do. 


110 
120 
90 


120 
120 
120 


Exaimple 


6 


140 


120 


Do . 


150 


120 




Example 


7 


90 


120 


Do. 


90 


120 


25 


Example 


8 


90 


120 


Do - 


100 


120 




Example 


9 


110 


60 


Do. 


110 


90 




Example 


10 


100 


90 


Do. 


110 


60 


30 


Example 


11 


90 


120 


i-line (365 nm) 


120 


120 


35 


Example 
Example 
Example 


12 
13 
14 


120 
90 
110 


150 
120 
120 


Electron beam 
( 136 am aia . u . ZDjjim) 
KrF excimer laser 
( z*±o nm ) 
Do. 


120 
90 
110 


150 
120 
120 




Example 


15 


110 


120 


Do. 


110 


120 


40 
45 


Example 


16 


140 


120 


Do . 


150 


120 


Example 
Exeunple 
Exsunple 


17 
18 
19 


120 
90 
140 


150 
120 
120 


Electron beam 
(beam dia. 0 . 25^m) 
KrF excimer laser 
(248 nm) 
Do. 


120 
90 
150 


150 
120 
120 




Example 


20 


110 


120 


Do. 


110 


120 




Example 


21 


140 


120 


Do. 


150 


120 


50 
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Table 4 



5 



10 






Prebaking 


Radiation used 
in exposure 


Post- 
exposure- 
baking 






Temp. 


Time 
( sec) 




Temp. 
(°C) 


Time 
(sec) 


15 


Comp . 
Example 

Comp. 
Example 


1 
2 


90 
90 


120 
120 


KrF excimer laser 
(248 \xm) 

Do. 


90 
110 


120 
120 


20 


Comp. 
Example 


3 


90 


120 


Do, 


90 


120 




Comp . 
Exanple 


4 


90 


120 


Do. 


110 


120 


25 
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Table 5 



5 




Sensi- 
tivity 


Resolu- 
tion 


Pattern 
profile 


Yield of 
residual film 
thickness 


10 


XT' V a rn 1 o 




20mJ/cm^ 


U • Z f 


(Jim 


Good 




y VjOOO. ) 






2 


32mJ/cm^ 


u • zo 


^m 


Good 


i7 !7 ^ 


\ VjOOCL j 




IJ* Y mT~\ 1 o 






u • zo 


|im 


Good 


J J ^ 


\ V700Q } 


15 




4 




U ■ 


|jLm 


Good 




\ VjOOd ) 






•J 


& jLiiuj / CHI 


fl 9d 
U • Z f 


|xm 


Good 


P7 9t 
y / 7i 


\ i70oa ) 






6 


± 'fmAj / cm 


0 . 24 




Good 


^ / n 


( Good ) 


20 




7 
/ 


X omo / cm 


n 9d 

U • Z *x 


■ iTn 
fJall 


Good 


17 7 ^ 


\ \3yJ\J\X f 




J_t u lllL^ X 
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7 riTTi.T / rrn^ 


fl 9d 


1 im 


Good 








Examnle 


9 


4 JmJ / cm 


0 - 24 


)j.m 


Good 


99% 


( Good ) 


25 




J. w 


J ^mj / cm 


fl 9fi 


^xm 


Good 


y o V 






Example 


11 


1 8 Oitisec 


0 . 35 


pju 


Good 


98% 


( Good ) 


30 


Example 


12 


zpiC/ cm 


0 . 26 


Jim 


Good 


98% 


(Good ) 


Example 


13 


z 4IUJ / cm 


0 . 24 


M.m 


Good 


98% 


(Good ) 




Example 


14 


22mJ/cm^ 


0 .26 


Jim 


Good 


98% 


( Good ) 


35 


Example 


15 


22mJ/cm^ 


0.26 


)im 


Good 


99% 


( Good ) 




Example 


16 


ISmJ/cm^ 


0.24 


|jLm 


Good 


99% 


( Good ) 




Example 


17 


3yLC/cm2 


0.26 


|im 


Good 


99% 


( Good ) 


40 


Example 


18 


24mJ/cm^ 


0.22 


urn 


Good 


98% 


( Good ) 




Example 


19 


18mJ/cm^ 


0.22 


lim 


Good 


97% 


( Good ) 




Example 


20 


26mJ/ cm^ 


0 .24 


)im 


Good 


98% 


( Good ) 


45 


Example 


21 


22mJ/cm^ 


0.22 


|im 


Good 


99% 


( Good ) 
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Table 6 












Yield of 






Sensi- 


Resolu- 


Pattern 


residual 






tivity 


tion 


profile 


film 












thickness 


Coinp. 








Bad (at Lb/Iia>l, 




Example 


1 


20inJ/cin^ 


0.30 ^m 


overhang at top 


95% 










was remarkable ) 


(Fair) 


Comp . 












Example 


2 


15mJ/cm^ 


0 . 32 


Do . 


92% 












(Fair) 


Comp . 








Bad (at 




Example 


3 


22mJ/cm^ 


0.28 ^m 


Lb/La<0.85, top 


84% (Bad) 










of pattern was 










thin) 




Comp . 








76% (Bad) 


Example 


4 


24mJ/cm2 


0.34 


Do. 



10 



15 



20 



25 



30 

Claims 

1 . A radiation sensitive resin connposition which comprises (A) a copolymer represented by the following gen- 
35 eral formula (1) and (B) a radiation sensitive acid generator: 
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I ^ " 

C00-C(CH3)3 



(1) 



wherein R represents a hydrogen atom or a methyl group and m and n are integers representing the num- 
bers of the respective recurring units and satisfying the relations 0.1 ^ m/(m + n) < 0.6 and 0.4 < n/(m + 
n) ^ 0.9. 

50 2. The radiation sensitive resin composition according to Claim 1 , which further contains (C) an alkali-soluble 
resin. 



55 



3. The radiation sensitive resin composition according to Claim 1, wherein the copolymer (A) represented 
by the general formula (1) is a copolymer of isopropenyi phenol and tert-butyl acrylate. 

4, The radiation sensitiv r sin composition according to Claim 3, wh rein th isopropenyiph nol is p-iso- 
prcpenylphenol. 
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5. The radiation sensitive resin composition according to Claim 1, wherein the copolymer (A) represented 
by the general formula (1) is a random copolymer, a block copolymer or a graft copolymer. 

6. The radiation sensitive r sin composition according to Claim 1 , wherein m and n in the general formula 
(1) are integers satisfying the relations 0.3 ^ m/(m + n) < 0.6 and 0.4 < n/(m + n) ^ 0.7. 

7. The radiation sensitive resin composition according to Claim 1 , wherein the polystyrene-reduced weight 
average molecular weight (Mw) of the copolymer (A) is 3,000 to 60,000. 

8. The radiation sensitive resin composition according to Claim 1, wherein the ratio of the polystyrene-re- 
duced weight average molecular weight (Mw) of the copolymer (A) to the polystyrene-reduced number 
average molecular weight (Mn) of the copolymer (A) (Mw/Mn) is 1 to 5. 

9. The radiation sensitive resin composition according to Claim 1 , wherein the radiation sensitive acid gen- 
erator (B) is at least one compound selected from the group consisting of onium salt compounds, halogen- 
containing compounds, sulfone compounds, sulfonic acid ester compounds and quinonediazide com- 
pounds. 

10. The radiation sensitive resin composition according to Claim 1 , wherein the amount of the radiation sen- 
sitive acid generator (B) contained is 0.05 to 20 parts by weight per 100 parts by weight of the copolymer 
(A). 

11. The radiation sensitive resin composition according to Claim 2, wherein the alkali-soluble resin (C) is a 
resin which has at least one acidic functional group and is soluble in an alkali developer. 

12. The radiation sensitive resin composition according to Claim 2, wherein the alkali-soluble resin (C) is a 
resin selected from the group consisting of polyvinyl type resins having an acidic functional group and 
condensation type resins having an acidic functional group. 

13. The radiation sensitive resin composition according to Claim 12, wherein the content of the recurring unit 
having an acidic functional group is 15 to 100 mole %. 

14. The radiation sensitive resin composition according to Claim 2, wherein the alkali-soluble resin (C) has 
a polystyrene-reduced weight average molecular weight (Mw) of 1,000 to 150,000. 

15. The radiation sensitive resin composition according to Claim 2, wherein the amount of the alkallsoluble 
resin (C) contained is 0.1 to 1 ,000 parts by weight per 100 parts by weight of the copolymer (A). 

16. The radiation sensitive resin composition according to Claim 1 or 2, which further contains an acid- 
dif fusion controller which controls the diffusion of the acid generated from the radiation sensitive acid 
generator (B) by exposure in a resist film formed from the composition. 

17. The radiation sensitive resin composition according to Claim 1 or 2. which further contains a dissolution 
controller which controls the dissolution of the composition in an alkali developer. 
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